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MAGNETIC MEMORY COINCIDENT THERMAL 
PULSE DATA STORAGE 

BACKGROUND OF THE INVENTION 
The present invention relates to fenDmagnetic thin-firm 
5 structures exhibrting relatively large magnetoresi$tive characteristics 
and, more particularly, to such structures used for the storage and 
retrieval of digital data. 

Many kinds of electronic systems make use of magnetic 
devices including both digital systems, such as mennories, and analog 
10 systems such as magnetic field sensors. Digital data memories are 
used extensively in digital systems of many kinds including computers 
and computer systems components, and digital signal processing 
systems. Such memories can be advantageously based on the storage 
of digital symbols as alternative states of magnetization in magnetic 
15 materials provided in each memory storage cell, the result being 
memories v^hich use less electrical power and do not lose information 
upon removals of such electrical power. 

Such memory cells, and magnette field sensors also, can 
often be advantageously fabricated using ferromagnetic thin-film 
20 materials, and are often based on magnetoresistive sensing of magnetic 
states, or magnetic conditions, therein. Such devices may be provided 
on a surface of a monolrthJc integrated drcuft to provide convenient 
electrical interconnections between the device and the operating 
circuitry therefor- 
Ferromagnetic thin-film memory cells, forlnstance, can be 
made very small and packed very closely together to achieve a 
significant density of information storage, particularly when so provided 
on the surface of a monolithic integrated arcuit In this situation, the 
magnetic environment can become quite complex with fields in anyone 
memory cell affecting the film portions in neighboring memory cells. 
Also, small ferromagnetic film portions in a memory cell can lead to 
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substantial demagnetlzatfon fields which can cause Instabilitiss in the 
magnetization state desired in such a cell. 

These magnetic effects between neighbors in an auray of 
closely pad<ed ferromagnetic thin-film memory cells can be ameliorated 
5 to a considerable extent by providing a memory cell based on an 
intemiediate separating material having two major surfaces on each of 
which an anisotropic ferromagnetic memory thin^m is provided . Such 
an arrangement provides significant "flux closure," i.e. a more closely 

confined magneticflux path, to thereby confine the m^netic field arising 
10 in the cell to affecting primarily just that cell. This result is considerably 
enhanced by choosing the separating material In the ferromagnetic thlh- 
flim memory cells to each be sufficiently thin. Similar "sandwich- 
structures are also used In magnetic sensors. 

In the recent past, redudng the thicknesses of the 
15 ferromagnetic thin-films and the intermediate layers in extended 
"sandwich" structures, and adding possibly alternating ones of such 
films and layers, i.e. superiattices. have been shown to lead to a "giant 
magnetoresistive effect" being present in some circumstances. This 
effect yields a magnetoresistive response which can be in the range of 
up to an order of magnrtude or more greater than that due to the well 
known anisotropic magnetoresistive response. 

in the ordinary anisotropic magnetoresistive response, 
varying the difference occuning between the direction of the 
magnetization vector in a ferromagnetic thin-film and the direction of 
sensing cunents passed through that film leads to varying effecUve 
electrical resistance in the film in the direction of the current The 
maximum electrical resistance occurs when the magnetization vector in 
the field and the current direction therein are parallel to one another, 
while the minimum resistance occurs when they are perpendicular to 
one another. The total electrical resistance in such a magnetoresistive 
ferromagnetic film can be shown to be given by a constant value, 
representing the minimum resistance, plus an additional value 
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depending on the angle between the cunrent direction in the film and the 
magnetization vector therein. This additional resistance has a 
magnitude characteristic that follows the square of the cosine of that 
angle. 

5 Operating magneticfields imposed extemally can be used 

to vary the angle of the magnetization vector in such a film portion with 
respect to the easy axis of that film. Such an axis comes about in the 
film because of an anlsotropy therein typically resulting from depositing 
the film during fabrication in the presence of an external magnetic field 
10 oriented in the plane of the film along the direction desired for the easy 
axis in the resulting film. During subsequent operation of the device 
having this resulting film, such operational magnetic fields imposed 
extemally can be used to vary the angle to such an extent as to cause 
switching of the film magnetization vector between two stable states 
15 which occurforthe magnetization being oriented in opposite directions 
along the film's easy axis. The state of the magnetization vector in such 
a film can be measured, or sensed, by the change in resistance 
encountered by cunent directed through this film portion. This 
arrangement has provided the basis for a ferromagnetic, 
20 magnetoresistivo anisotropic thin-film to serve as a memory cell. 

In contrast to this arrangement, the resistance in the plane 
of a fenromagnetic thin-film is isotropic for the giant magneforesistive 
effect rather than depending on the direction of the sensing cuaent 
therethrough as for the anisotropic magneforesistive efFecL The giant 
25 magnetoresistive effect involves a change in the electrical resistance of 
the structure thought to come about from the passage of conduction 
electrons between the fenomagnetic layers in the -sandwich" stmcture. 
or superlatUce structure, through the separating nonmagneticlayers with 
the resulting scattering occurring at the layer interfaces, and in the 
30 fenomagnetic layers, being dependent on the electron spins. The 
magnetization dependant component of the resistance in connection 
with this effect varies as the sine of the absolute value of half the angle 
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between the magnetization vectors in the ferromagnetic thin-films 
provided on either side of an intermediate nonmagnetrc layer. The 
electricaJ resistance in the giant magnetoresistance effect through the 
"sandv\nch^ orsuperiattice structure is lower if the magnetizations in the 
S separated ferromagnetic thin-films are parallel and oriented in the same 
direction than rt is if these magnetizations are antiparallef. i.e. oriented 
in opposing or partially opposing directions. Further, the anisotropic 
magnetoresistive effect In very thrn films is considerably reduced from 
the bulk values therefor in thidcer films due to surface scattering, 
10 whereas a significant giant magnetoresistive effect Is obtained only in 
very thin films. Nevertheless, the anisotropic magnetoresistive effect 
remains present in the films used In giant magnetoresistive effect 
structures. 

As indicated above, the giant magnetoresistive effect can 

15 be increased by adding further alternate Intenmediate nonmagnetic and 
ferromagnetic thin-film layers to extend a "sandwich" structure into a 
stacked structure, i.e. a superlattice stmcture. The giant 
magnetoresistive effect is sometimes called the "spin valve effect** rn 
view of the explanation that a largerfractlon of conduction electrons are 

20 allowed to move more freely from one ferromagnetic thin-film layer to 
another if the magnetrzations In those layers are parallel than if they are 
antiparallel or partially antlparallel to thereby result in the magnetization 
states of the layers actfng as sort of a "valve," 

Thus, a digital data memory cell based on the use of 

25 structures exhibiting the giant magnetoresistive effect is attractive as 
compared to structures based on use of an anisotropic magnetoresistive 
effect because of the larger signals obtainable rn infbnnation retrieval 
operations with respect to such cells- Such larger magnitude signals are 
easier to detect without emor in the presence of noise thereby leading 

30 to less critical requirements on the retrieval operation circuitry. 

Memory cell structures suitable for pemiitting the storing 
and retaining of a digital bit of Information, and for pennrtting retrieving 
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same therefrom has been demonstrated based on a multiple layer 
"sandwich" constmction in a rectangular solid. This cell has a pair of 
ferromagnetic layers of equal thickness and area departed by a 
conductive nonmagnetic layer of the same shape and area parallel to 
5 theferromagnetic layers but of smallerthicltness. These ferromagnetic 
layers are each a composite layer formed of two strata each of a 
different magnetic material, there being a relatively thin fenromagnetic 
stratum in each of the composite layers adjacent the nonmagnetic layer 
and a thicker ferromagnetic stratum in each of the compjosite layers 
10 adjacent the thin ferromagnetic stratum therein. The ferromagnetic 
material of the thick stratum in one of the composite layeis is the same 
as that in the thin stratum in the other composite layer, and the 
ferromagnetic material of the thin stratum in the first composite layer is 
the same as the ferromagnetic material in the thicic stratum of the 
15 second composite layer. Each of the composite layers is fabricated in 
the presence of a magnetic field so as to result in having an easy aids 
parallel to the long sides of the rectangular solid. The dimensions of cell 
stnjctures as part of development efforts are in many instances 
relatively large for development purposes. 
20 One such memoiy cell structure has a pair of 

fen^magnetic layers of matching geometries but different magnetic 
materials in the strata therein to result in one such layer having 
effectively a greater saturation magnetization and a greater anisotropy 
field than the otherto result in different coerclvltles in each. In addition, 
25 the structure results in a coupling of the magnetization between the two 
ferromagnetic layers therein due to exchange coupling between them 
leading to the magnetizations in each paralleling one another in the 
absence of any applied magnetic fields. As a result, the electrical 
resistance of the cell along its length versus applied magnetic fields in 
30 either direction parallel thereto is represented by two characteristics 
depending on the magnetization history of the cell. Each of these 
characteristics exhibits a peak in this resistance for applied longitudinal 
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fields having absolute values that are somewhat greater than zero, one 
of these charactertetics exhibiting its peak for positive applied 
longitudinal fields and the other characteristic exhibrting its peak for 
negative applied longitudinal fields. The characteristic followed by the 
5 resistance of the cell for relatively small applied longitudinal fields 
depends on which direction the magnetization is oriented along the easy 
axis for the one of the two ferromagnetic layers having the larger 
coercivity. Thus, by setting the magnetization of the layer with the 
higher coercivity, a bit of digital information can be stored and retained. 

10 and the value of that bit can be retrieved without affecting this retention 
through a determination of which characteristic the resistance follows for 
a relatively small applied longitudinal field- 
Such memory cell behavior for this structure can be 
modeled by assuming that the ferromagnetic layers therein are each a 

15 single magnetic domain so that positioning of the magnetization vectors 
in the ferromagnetic layers is based on coherent rotation, and that 
uniaxial anlsotropies characterize those layers. The angles of the 
magnetization vectors in the two ferromagnetic layers with respect to the 
easy axis in those layers are then found by minimiaang the magnetic 

20 energy of these anisotropies summed with that due to the applied 
external fields and to exchange coupling. That total energy per unit 
volume is then 

By,, = E, + E2 + E,^ 

= K^, sin^ e, - M,iHcos(v - 9,) 

+ sin^ B, - M^Hcos(^ - ej 

+ A,2 005(6,-92). 



Here, K„, and are anisotropy constants, A,2 is the exchange 
constant M^,, and are the magnetization saturation values, and H is 
the externally applied field. As Indicated above, once the magnetization 
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vectors have taken an angular position with respect to the easy axis of 
the corresponding layer at a minimum in the above indicated energy, the 
effective resistance between the ends of the memory cell structure (s 
determined by the net angle between the magnetization vectors in each 
S of these layers. 

Because of the assumption of single domain behavior in 
the ferromagnetic layers, the above equation would seemingly be 
expected to improve Its approximation of the assistant total magnetic 
energy as the length and width of that memory cell structure decreased 
10 toward having submrcron dimensions. However, this mode of operation 
described for providing the two magnetoresistive characteristics based 
on the history of the layer magnetizations, in depending on the differing 
a nisotropy fields in the two ferromagnetic layers because of the differing 
materials used therein, becomes less and less reliable as these 
15 dimensions decrease. This appears to occur because decreasing the 
cell dimensions gives rise to larger and larger demagnetizing fields in 
the two femamagnetic layers which, at some point, ovenvheJm the 
effects of the anisotropy fields so that the above described behavior no 
longer occurs as described. In addition, the magnetizations of the two 
20 fenx)magnetic layers rotate together under the influences of externally 
applied fields at angles with respect to the corresponding easy axis at 
angular magnitudes much more nearly equal to one another because of 
the increasing demagnetization fields In these layers as the dimensions 
thereof decrease. As a result, these ferromagnetic layers are less and 
25 less able to have the magnetizations themof switch directions of 
orientation independently of one another as the dimensions thereof 
decrease so that the structure they are in becomes less able to provide 
the above described memory function in relying on only these 
ferromagnetic layer anisotropy differences. 

An alternative memory cell structure which is more surted 
to submicron dimensions is a cell of the kind described above exhibiting 
"giant magnetoresistive effecT but which has the two composite 
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ferromagnetic layers formed of different thicknesses in the thick strata 
therein. Thus, th© thick strata in one might be on the onler of 40A while 
that of the other might be on the order of 55A as an example. Jn this 
structure, reducing the ^e to submicron dimensions uses the shape 
5 anisotropy Introduced by this thickness difference to provide different 
switching thresholds for each of the fenomagnetlc composite layers in 
response to externally applied operating magnetic fields. The shape 
anisotropy leads to the effect of the demagnetizing field of one layer 
affecting the switching threshold of the other after the former layer has 
10 switched its magnetization direction. As a result, the thicker 
ferromagnetic layer has a magnetization which is fixed in orientation for 
externally applied operating magnetic fields that are just sufficient to 
switch the thinner ferromagnetic composite layer but not great enough 
to switch the magnetization of the thicker ferromagnetic composite layer. 
15 In effect, the demagnetizing fields as the device becomes sufficiently 
small dominate the anisotropy fields that result from the deposition of 
the ferromagnetic layers in the presence of a magnetic field. 

In the absence of externally applied operating magnetic 
field, the two composite fenomagnetic layers have the magnetizations 
20 therein pointing In opposite directions, i.e. they are antiparallel to one 
another, to result in the stnjcture as a whole having relatively small cell 
demagnetizing fields and small external stray fields to affect the nearby 
memory cells. The direction of magnetization In the thicker 
ferromagnetic composite layer is used to store the digital information 
which can only be changed in direction by externally applied fields great 
enough to switch magnetization dii^ctions In both composite 
ferromagnetic layers. That is, storing new information in the cell 
requires that the thicker ferromagnetic layer be capable of having the 
magnetization direction therein switched to be in acconj with the 
30 incoming digital data. 

Retrieving infomiation from such a memory cell is 
accomplished by switching the magnetization direction of the thinner 
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ferromagnetic composite layer only as a basis for determining in whicli 
direction relative to the thinner layer is the magnetization oriented In the 
thicker layer. Typically, both such storing and retHeving has meant that 
there needs to be a pair of external conductors which can coincidentally 
5 supply current to result in a field la^e enough to svirflch the 
magnetization ofthethic]<erferromagnetic composite layer, butwiththat 
current in either conductor alone being able to generate fields only 
sufficient to switch the threshold of the thinner ferromagnetic layer. In 
some situations, only a single external conductor need be provided for 
10 this purpose because the sense current used in retrieving informatron 
from the memory cell can provide the coincident current needed with the 
cun-ent in the external conductor to switch the magnetization direction 
of the thicl^er fentjmagnetic layer. Such a memory cell is described in 
U. S. Patent 5,996.322 to A. Pohm and B. Everitt entitled "Giant 
15 Magnetoresistive Effect Memory Ceir assigned to the same assignee 
as the present application and which Is hereby incorporated herein. 

AltemativBly, a digftal data bit storage and retrieval 
memory cell suited for fabrication with submicron dimensions can be 
fabricated that provides rapid retrievals of bitdata stored therein and low 
20 power dissipation by substituting an electrical insulatorlbrthe conductor 
in the nonmagnetic layer. This memory cell can be fabricated using 
ferromagnetic thin-film materials of similar or different kinds In each of 
the magnetic memoryfilms used In a "sandwich" structure on either side 
of an intennediate nonmagnetic layerwhich fiBnomagnetic films maybe 
25 composite films, but this intemiediate nonmagnetic layer conducts 
electrical current therethrough based primarily on a quantum 
electrodynamic effect "tunneling" current. 

Ihis tunneling' current has a magnitude dependence on 
the angle between the magnetization vectors in each of the 
30 ferromagnetic layers on either side of the intennediate layer due to the 
transmission ban-ier provided by this intermediate layer depending on 
the degree of matching of the spin polarizations of the electrons 
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tunneling therethrough with the spin polarizations of the conduction 
electrons in the fen^omagnetic layers, the fatter being set by the layer 
magnetization d?rectlons to provide a "magnetic valve effect". Such an 
effect results In an effective resistance or conductance characterteing 
5 this Intermediate layer with respect to the "tunneling** current 
therethrough. In addition, shape anisotropy can be used In such a cell 
to provide different magnetization switching thresholds in the two 
ferromagnetic layers by forming one of the ferromagnetic layers to be 
thicker than the other, especialiy in those srtuations jn which the same 
10 material is used for each of the ferromagnetic layers on either side of 
the Intermediate layer. Such devices may be provided on a surface of 
a monolithic integrated circuit to thereby allow providing convenient 
electrical connections between each such memory cell devrce and the 
operating circuitry therefor. 
15 A "sandwich" stnjcture for such a memory cell, based on 

having an Intermediate thin layer of a nonmagnetic, dielectric separating 
material with two major surfaces on each of which a anisotropic 
ferromagnetic thin-film is posrtioned, exhibits the "magnetic valve effecr 
if the materials for the ferromagnetic thin-films and the intermediate 

20 layers are property selected and have sufficiently small thicknesses. 
The resulting 'magnetic valve effect" can yield a response which can be 
several times in magnitude greater than that due to the "giant 
magnetoresisttve effecT in a similar sized cell stoicture. Such a memory 
cell IS described in U. S. Patent 5,996.322 Indicated above, and in an 

25 eariier filed co-pending application by J. Daughton. B. Everitt and A. 
Pohm entitled ''Spin Dependent Tunneling memoiy having Serial No. 
09/435,598 assigned to the same assignee as the present applicatfon 
and which is hereby incorporated herein. 

Further alternatives to each of the foregoing kinds of 

30 memory cell structures are made available by the use therein of 
additional structure to prc^vide different switching thresholds for each of 
the fenDmagnetfc composite layers in response to externally applied 



PA(X 27/57 ' RCVD AT 7/10/2006 7:50:12 PM [Eastern Daylight Time^ 



JULIO. 2006 4:48PM 



HP LEGAL 



NO. 2092 P. 28 



wo 00^9540 PCTAJS00/4Q235 

n 

operating magnetic fields rather than (or in addition to) ferromagnetic 
layer thickness differeaces or material differences. The greater stability 
of one ferromagnetic layer to externally applied operating magnetic 
fields than the other as a basis for storing information can be provided 
5 by using an added arrtiferromagnetic layer, or composite layer incJuding 
an antiferromagnetic layer, to "pin" the magnetization direction of one of 
the ferromagnetic layers in a selected direction while teaving the 
remaining ferromagnetic layer or layer relatively unaffected with respect 
to such stability against externally applied operating magnetic fields. 
10 Such ferromagnetic layers and antiferromagnetic layers each are 
coupled moment material films in which magnetic moments of adjacent 
atoms, ions or molecules are coupled to one another to maintain some 
alignment thereof below a critical temperature, but antiferromagnetic 
films have such coupled moments balanced in opposite directions to 
1 5 have no net magnetic moment 

Thus, a further antiferromagnetic material "pinning" layer 
is deposited immediately adjacent the fen-omagnetic layer selected for 
-pinning" to strongly set the magnetization direction of that layer. Such 
an antiferromagnetic layer through exchange coupling to the adjacent 
20 ferromagnetic layerstrongly fixes the selected direction of magnetization 
of that ferromagnetic layer. An IrMn antiferromagnetic pinning layer of 
20% iridium and 80% manganese can be sputter deposited adjacent the 
selected fen-omagnetic layer to a thickness of 1 00 A in the presence of 
a magnetization axis determination magnetic field aligned wth the fields 
used in selecting the direction of magnetization of the ferromagnetic 
layer to accomplish the pinning thereof. Alternatively, the 
antiferromagnetic pinning layercan befonned using FeMn, NIMn, PtMn, 
PtRhMn or RRuMn or some other antifenomagnBtic materials. 

All of these foregoing kinds of memory cells are desired to 
be shrunk in size to the extent possible to increase the cell density 
across the area of the substrate supporting them, such as an etectrically 
Insulative layer substrate fomied in a monolithic integrated circuit 
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containing the operating circuitry for operating such a memory. 
However, as the design widths of these cells are shrunlc to small 
fractions of a micmn, the subsequently fabricated cells have a 
correspondingly greater reduction in relative total cell volume. 
5 Memory cells without '•pinning" layers therein have 

differences In switching thresholds for each of the included 
ferromagnetic composite layers in response to extemally applied 
operating magnetic fields determined primarily by the difference in the 
transverse demagnetizing fields of these two ferromagnetic layers and 
10 the volumes thereof so that this threshold difference decreases with 
decreasing volume. This threshold difference is, of course, effectively 
reduced during storage and retrieval operations of a memory array if a 
current is introduced either as a word line current through the word line 
adjacent a memory cell or a sense current through the memory cell as 
15 either provides magnetic fields directed to cause ferromagnetic layer 
magnetization direction switching. Even though both such currents are 
intended to be required to occur with respect to a cell for the 
magnetization direction of the more stable ferromagnetic layer therein 
to switch direction, the provision of one such current in a cell with 
20 relatively small switahing threshold due to small ceil volume may allow 
thermal fluctuations in the cell to provide enough cell energy to affect 
the threshold so as to allow Its being exceeded in these circumstances. 
Ceils with a 'ginned" layer have Improved themial stability allowing 
further scaling to even smaller sizes but will at some point also become 
25 susceptible to thermal fluctuations. 

Thus, a typical memory cell without a 'pinned" layer, 
having a word line cun^ent applied in the woni line adjacent thereto that 
provides a corresponding magnetic field equal to one half of the cell 
thicker fayer anisotropy field, has the added energy required to result in 
30 switching reduced to a quarter of the value needed in the absence of 
such word line current, i.e. to a quarter of y2*H,*M^*V. Here, is the 
anisotropy field. is the magnetic saturation and V is the volume. Of 
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course, if such cells with a word line current provided are stable against 
thermal fluctuations, those cells in the array without such cunrents 
present should also be stable. 

In operating commercial semiconductor devices, junction 
5 temperatures are usually limited to 125*" C or less because of Increased 
structural failures in such devices and in the interconnections 
therebetween at elevated temperatures. Thus, such a temperature is 
a reasonable upper operating temperature limit for such cells. This 
allows a maximum operating temperature rise of 1 00^*0 from an 

10 assumed ambient temperature of 25'*C. 

The failure rate forsemiconductordevices due to structural 
failures therein has been observed to be on the order of 1 0^ events per 
year. Thus, a conservative requirement for thermally induced errors is 
to have them be relatively insignificant by requiring them to be an order 

15 of magnitude less frequent, or 10^^ events per year. Although sudh 
thermally Induced errors can be corrected with error conrection circuitry, 
the error rate increases very rapidly as the average energy of thermal 
fluctuations approaches the energy required to switch the magnetization 
states of memory cell devices. 

20 Memory cells considered as single magnetic domains (a 

reasonable assumption for the very small cells Involved) have been 
determined to exhibit spatial oscillations in their shapes as a result of 
external stimuli such as thermal fluctuations in two normal modes, which 
oscillations can lead to con-esponding Dscillatory changes in the 

25 switching threshold values thereof. The associated decay times for 
such oscillatory behaviors have been observed to typically be around 
0.5 and 1 .0 ns for the two modes. Choosing the mode with the shorter 
decay time to provide the greater number of oscillations, the Inverse of 
the associated decay time provides a measure of the number of 

30 oscillatory threshold minimums (and maximums) occuning in that mode 
per second. Multiplying this number of minimums per second by the 
number of memory cells under the influence of magnetic fields 
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established by currents through a wonJ line, the fraction of time that a 
word line has currents flowing therein during memory operation, and the 
number of seconds In a year provides an approximation of the number 
of oscillatory threshold minlmums occurring In a year. 
5 The energy of thermal fluctuations stimulating memory 

cells in a memory device is randomly distributed over an energy range 
which, from thennodynamlcs. can in many circumstances be 
represented by the well known Bottzmann pnababillty distribution 
involving the average energy of the fluctuations. The difference 
10 between this average energy and the cell switching energy required 
after a word current is initiated in the word line adjacent to the cell forms 
an energy well. E^. which must be maintained to meet the desired 
thermally induced error rate, or 

10-^ = (1/.5*10-*)*(500)*(1/3)*(3600*24*365)»e-«"^^. 
15 Here, 1/.5*10^ is the inverse of the relaxation time. 500 is a typical 
number of memory cells affected by the magnetic fields arising from a 
word line. 1/3 is the fraction of operating time current is introduced in a 
word line. 3600"24*365 is the number of seconds in a year, and e"^^ 
is the Bottzmann distribution factor with T being the absolute 
20 temperature and k being Boltzmann's constant 

From the foregoing equation, an energy well of 55 kT Is 
needed for themiaJ stability after cunent Is introduced in a word without 
sense currents being initiated In the cells under the influence of that 
word line, orjust lessthan 2 electron volts. To meet this requirementfor 
25 a memory cell on the order of 0.1 ym wide by 0.4 pm long, the shape 
anisotRDpy of the thicker and thinner ferromagnetic layers must be at 
least 500 Oe and 300 Oe respectively. Since the width and length for 
this cell are already determined, these anisotropy fields must be 
provided by property choosing the thfcknesses of these layers requiring 
30 40 to 50 A of thickness for the thicker layer and 20 to 25 A of thickness 
for the thinner layer. . The magnetic fields necessary to reach the layer 
thresholds to cause switching of the thicker layermagnetlzation direction 
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for memory cells of smaller and smaller lengths and widths begins to 
require currents through such cells and associated word lines of 
magnitudes that result in current densities sufficient to cause significant 
electromlgration of the conductive materials and operating temperature 
5 rises which will alter device behavior and structure thereby leading to a 
limit of some minimum size for these cells. Thus, there is a desire to 
find another methcxi of operating such cells to store information therein. 



XO BRIEF SUMMARY OF THE INVENTION 

The present invention provides a ferromagnetic thin-film 
based digital memory having in a bit staicture a coupled moment 
material film In which magnetic moments of adjacent atoms, ions or 
molecules are coupled to one another to maintain some alignment 

15 thereof below a critical temperature above which such alignment is not 
maintained, and also having a plurality of word line stnjctures each 
located across from the coupled moment material film in a 
corresponding one of the bit structures, these bit stnjctures being 
sufficiently thermally Isolated to allow currents in the adjacent word lines 

20 and/or the bit structure to heat the bit structure to approach the critical 
temperature. Cun^entscan be supplied coincldently intheadjacentword 
line and the bit stnjcture, or instead In a ftjrther conductor also adjacent 
the bit structure rather than in that structure, to cause such a 
temperature rise, and then reduced to cool the bit stnicture while 

25 supplying a magnetic field during the coolfng to select the direction of 
magnetization to be maintained thereafter until new data rs next stored 
therein. 



30 



BRIEF DESC RIPTiQM OF THE DRAWINC^^. 
Figures 1A, IB and 1C represent layer diagrams of 
portions of monolithic integrated circuit stnjclures embodying the 
present invention, 
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Figure 2 represents graph of a response for a stmcture 
similar to one of those shown in Rgures 1A, 1B and 1C, 

Figures 3A. 3B and 3C represent timing diagrams for 
inputs and responses for a stmcture similar to one of those shown in 
5 Figures 1 A, IB and 1C, 

Figures 4A, 4B and 4C represent timing diagrams for 
inputs and responses for a stracture similar to one of those shown In 
Figures 1A, IB and 1C, 

Figures 5A and 5B represent characteristic diagrams for 
1 0 structures similar to the one shown in Figure 1 A. and 

Figure 6 represents a characteristic diagram for structures 
similar to the one shown in Figure 18. 

DETAH.pn np.c;r.prp-rtof.| 
As indicated atiove. thermal stability of the kinds of 
15 memory cells described above which do not use a "pinning" layer 
requires a differential between the energy needed to switch the harder 
ferromagnetic layer and the average thennal fluctuation energy during 
times that currents are in word lines. I.e. an energy well, of at least 55 
kT. Somewhat less of an energywsH needed for memory ceils having 
20 a -pinning" layer therein because of the greater stability such a layer 
provides, but there nonetheless some minimum well required in these 
instances also. As the lengths and widths of these cete are shmnk, the 
anisotropies of the ferromagnetic layers, and so the externally applied 
magnetic fields used to the switeh the orientations of their 
magnetizations, must correspondingly get larger to meet this 
r^uiremerrt. These changes lead to larger current densities which in 
turn leads to larger temperature rises during operation and 
electremigration of the cunent conductors which become unacceptably 
<afge at some point insofar as maintaining device behavioral 
characteristics while also providing magnetic fields great enough to 
cause magnetfeation direction switching in the ferromagnetic layers 



25 



30 
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However, allowing memory cell device operating 
temperature increases due to heating because of supplying word line 
currents adjacent to, and sense currents in, memory cells sufficient to 
approach or exceed the Curie temperature of the ferromagnetic layers 
5 in memory cells without a "pinning" layer or layers therein, or to 
approach or exceed the blocking temperature of the antiferromagnetic 
''pinning" layer in cells having such a layer, permits storage of 
Information therein to be achieved without reaching current magnitudes 
otherwise necessary to switch the magnetization direction of the harder 

10 ferromagnetic layer. The direction of magnetization of the thicker 
ferromagnetic layer can be selected by having a moderate magnetic 
field present oriented in the selected direction when the layer cools 
sufficiently below its Curie temperature for cells without a "pinning" layer 
present, or by a field sufficient to set the direction of the fenT>magnetic 

15 layer adjacent an antifemDmagnetic "pinning" layer when that "pinning" 
layer cools sufficiently below its blocking temperature for cells using 
such a "pinning" layer or, altematively. a "pinning" layer composite. The 
blocking temperature of an antrfenomagnetic layer 5s the temperature 
at or above which that layer loses its ability to "pfn" the magnetization 

20 direction of an adjacent ferromagnetic layer which is usually less than 
the Neel temperature of that layer. Similarly, the Curfe temperature may 
not need to be tully reached to allow relatively easy reorienting of the 
magnetization direction therein. 

Reducing the magnitudes of currents necessary for 

25 causing the harder ferromagnetic layer in memory cells without a 
"pinning" layer to approach or reach Its Curie temperature, or the 
antrfemDmagnetic layer in memory cells with a "pinning" layer 
anrangement to approach or reach Its blocking temperature, and 
insulating such memory cells from their neighboring cells to pn^vide 

30 good cell selectivity in storing information requires providing some 
thermal isolation of each cell from its neighbors and the integrated 
circuit substrate or any other kind of substrate serving as a heat sink. 
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Such thermal isolation can be provided by use of electrical conductive 
interconnections that are of a relatively low thermal conductivity, and by 
supporting the memory cell on an electrical insulator of relatively low 
thermal conductivity. Some examples are shown in Figures 1 A, 1 B and 
5 1C. 

Figure 1A shows spin dependent tunneling memory cells 
formed on a silicon based integrated circuit substrate. 10, of one 
conductivity type, typically p-type. in which pn junction isolated regions, 
10% of n-type conductivity are provided. Such regions and junctions can 
10 be part of either diodes or transistors electrically connected to the spin 
dependent tunneling memory cells thereabove to be used to selectively 
electrically connect those cells into and out of operating circuits provided 
at least in part in integrated circuit 1 0. A layer of SiO^, or silicon dioxide, 
or attematively. SijN^, or silicon nitride, 11, is provided on integrated 
15 circuit 1 0 as part of the su bstrate which subsequently has via openings 
provided therein filled with aluminum to provide conductive 
interconnection plugs, 11', as parts of the interconnection paths 
between the electrical selection devices in integrated cirt:uit 10 and the 
spin dependent tunneling memory cells above. 

The spin dependenttunneling memory cells stmctures are 
each supported on one of intenxinnectlon plugs 1 1 ' each fonned as a 
rectangular solid between the vertical dashed lines with each nan-ow 
end thereof extending into a corresponding triangular shaped solid when 
viewed from the top to finally end at an apex of the triangle. Each of 
25 these memory cells structures has a first layer of TaN, or tantalum 
nitride, 12, provided to a thickness of 150 A to serve as a further 
interconnection conductor but one with much lowerthennal conductivity 
than the aluminum therebelow to thereby provide some thermal isolation 
of the memory cell structure thereabove from the substrate below. The 
30 amount of tantalum therein can be adjusted to select to a degree the 
desired thermal conductivity. 
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The next layer therein is of FeMn, or iron manganese, 1 3. 
provided on layer 12 as an antiferromagnetic "pinning" layer forthe next 
on the stacl« fenomagnetic layer. This "pinning" layer is 1 50 A thicJc, and 
could alternatively have a composite "pinning" layer in place thereof 
5 comprising first the antiferromagnetic layer, and then a cobalt layer, a 
ruthenium layer, and finaUy another cobalt layer to thereby provide 
greater pinning of the adjacent fem>magnetic layer. This next adjacent 
ferromagnetic layer. 14, provided on the "pinning" layer, is 40 A thick 
and formed of 60 % iron and 40 % cobalt A 15 A thick layer of 
10 aluminum oxide, 15, which is electrically insulating is provided on 
fen-omagnetic layer 14 in each structure as the intermediate 
nonmagnetictunneling bamerlayer Finally, each memory cell structure 
iscompleted bya 125 A thick permalloy ferromagneticlayer. 16. formed 
of 60 % nickel. 25 % cobalt and 15 % iron provided on the intermediate 
15 layer. Each completed memory ceil, orbit, stnjcture. 17, shown has its 
ferromagnetic layer 16 interconnected with the fenxjmagnetic layers 1 6 
of the others by a 100 AthickW. or tungsten, layer. 18, which though 
electrically conducUve has a relatively small thermal conductivity. Thus, 
sense current can be provided through each memory cell 17 (by 
20 tunneling through barrier layer 15) between interconnection 18 and the 
remaining circuitry in integrated circuit 10. Silicon dioxide or silicon 
nitride, 1 1 ". separates memoiy cell structures from one another by a 
distance around one half the width of the cell to provide electrical and 
thermal isolation therebetween. 

An insulating layer. 19. on interconnection 18 separates 
each memory cell structure 17 from a con^sponding adjacentword line 
20. provided thereover by 200 A. Each word line 20 is 1 00 A thick and 
fomied of tungsten so as to have a higher electrical resistivity to 
enhance the generation of heat therein for purposes of seiectiveiy 
raising the temperature of "pinning" layer 13 past its blocking 
temperature. A particular one of memory cell stmctures 17 can be 
selected for heating past Ihis temperature for purposes of storing new 



25 



30 
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data therein by coincidentiy supplying both a word line current pulse in 
the adjacent word line and a sense current pulse through that cell of 
sufflcient magnrtudes for a sufficient time to provide coincident thermal 
pulses at that cell to cause the desired temperature rise therein. The 
5 same cell can be selected for retrieving that data by supplying such 
currents but of smaller magnitudes, perhaps one half the magnitude 
used for storing data, or alternatively, the same currents or other 
somewhat smaller currents can be supplied but for much less time 
during a pulse. 

10 As an altemative for heating the cell, a separate tungsten 

heating conductor can be provided in addition to, and paralleling, 
interconnection 18, Such an arrangement can ease the requirements 
otherwise placed on the stnjcture for interconnection 18, 

Figure 1 B shows memory cell devices formed without 

15 having a "pinning" layer present but instead providing one of the 
ferromagnetic layers therein a higher magnetization switching threshold 
than the other (magnetically "harder" than the other) either making rt 
substantially thicker than the other or by choosing a different 
ferromagnetic material therefor having a higher coercrvlty, or both. 

20 Furthermore, these cell structures are shown wfth a conductive 
intermediate nonmagnetic layer between the two fenomagnetic layers 
rather than an electrical insulating layer as before so that these devices 
operate based on the "giant magnetoreslstive effect"(GMR effect), but 
they could aftematively be constnjcled with the same banier layer as 

25 used above to then be spin dependent tunneling devices though a 
connection for each to a lower conductor or to integrated circuit 10 
would again be used. These memory cell stmctures are again fomied 
on an integrated circuit substrate 10 with memory operating circuitry 
contained therein covered by a 300 A thick insulating layer 1 1 of silicon 
30 dioxide or silicon nitride. No interconnection to the substrate aYcurtry is 
needed with each of the cell stmctures shown as they are 
intenconnected to one another in an electrical series Interconnection so 
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that such cx)nnections need only be provided at the ends of the series 
string of cells. 

Each memory cell structure in Figure 1 B begins with a 
composite ferromagneticlayer as thefirstferTomagneticlayer14fomned 

5 on insulating layer 11. A first permalloy layer with same composition 
previously given is proNrided to a thickness of 30 A as a first composite 
layer stratum, 14\ with a second layer as the second stratum, 14", 
being provided to a thickness of 15 A comprising 95 % cobalt and 5% 
iron. This last strata immediately adjacent the nonmagnetic layer next 

10 to be provided provides a greater GMR effect because of having higher 
spin polarization characteristics but its greater magnetic hardness would 
make switdiing its magnetization direction more difficult and so the 
magnetically softer first strata is used also to ease this problem. 

A 30 A thick copper layer, 15', is then provided as the 

15 intermediate nonmagnetic conductive layer, and another composite 
ferromagnetic layer 16 is provided on intermediate layer 15' inverted in 
upward order from composite layer 14 so that a second stratum, 16". 
of 15 A tiiickness Is against layer 15' and a first stratum, 16', Is 
positioned on stratum 1 6". The compositions of the strata in composite 

20 layer 16 are the same as those in composite layer 14 with the same 
numt^er of prime marks in the numerk;ai designation thereof, but the 
thickness of layer 16' Is only 15 A to pro\^de a thinner ferromagnetic 
composite layer than composite layer 14. The resulting memory cell 
structures, 17', are interconnected in series with neighboring ones 

25 thereof by tungsten interconnections* 1 8' , to allow a sense current to be 
established through all of the cells in the resulting sseries string thereof. 
Insulating layer 19 again separates each of word lines 20 from the 
corresponding ones of memory cell structures 17' by 200 A. 

Here too, a memory cell stojcture 17' can be selected for 

30 heating for purposes of storing new data therein by coincrdently 
supplying both word line current in the adjacent word line and sense 
current through that cell of sufficient magnitudes for a sufficient time. 
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The same cell can again be selected for retrieving that data by supplying 
such ounnents butof smaller magnitudes, as before perhaps one half the 
magnitude used for storing data. 

Figure 1 C shows a spin valve memory cell stnichjre which 
5 depends on use of antiferromagnetic "pinning" layer 1 3 as In Figure 1 A 
but nearly the same memory cell stmctures as those shown In Figure 
1 B. The cell stmctures of Figure 1C use a conductive Intermediate layer 
1 5' as In Figure 1 B but, however, with stratum 14' of composite layer 1 4 
and stratum 1 6' of composite layer 16 each having a thickness of 30A. 

1 0 Thus, "pinning" layer 1 3 again effectively causes composite layer 1 4 to 
be magnetically harder than composite layer 16. Essentially the same 
steps for storing and retrieving data in a cell 1 7' of Figure 1 C are used 
as were used for the cells of Figure 1 B. 

In such arrangements where memory cell structures have 

15 data stored therein by selectively heaf ng the stmctures, the desired 
rapidity of storage is achieved by using thin isolating layers such as the 
dielectrics, in thin dielectrics, thennal equilibrium is reached in a very 
short time. This can be directly calculated by use of the Fourier heat 
conduction equation and the appropriate material parameters. The 
20 temperature rise is given In general by that equation as 

where T is the temperature, t is the time, is the thermal conductivity. 
P is the density. Cp is the spedfic heat at constant pressure, and x-y-z 
are the coordinates. The thennal diffusivity constant is given by: 

25 _ Kh 

cpp- 



In one dimension which is a reasonable approximation with a large heat 
sink directly bek^w the heating sources, the temperature rise is given by 
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= kd 



20 



25 



2 ■ 



30 



Consider a one micron vwde line made of 1 00 A thick tungsten over 500 
A of silicon dioxide in a substrate having a silicon integrated circuit 
therebelow witii one of the memory cells provided In the si/icon dioxide 
5 200 A below the word line. The thermal conducHvity of silicon dioxide 
fs 0.014 watts/'C cm, for tungsten 1 .87 watls/°C cm. and for silicon 1 .5 
watts/'C cm. Because the silicon has more than1 00 times the thennal 
cionductlvfty of the silicon dioxide the silicon in the remaining portions of 
the substrate can be treated as an infinite heat sink. The volume 
10 specifIcheatforsiljcondioxideis2.27joules/'Ccm'andfortungsten is 
3.66 joules/'C cm^ The tungsten line has a resistivity of about 8 ohms 
per square. 

For this example, a 10 mA current was stepped abruptly 
into the word line and the temperature transient was determined using 
15 the above parameters in a numerical solution of the above one 
dimension diffusion equation. Figure 2 shows the 17 »C rise reaching 
90% of its final value in 6.5 nanoseconds. Thus, themial time constants 
are not a limiting factor in storage rapidity for sufficiently small versions 
of the above described memory cells. 

In operation, using coincident pulses in the word current. 
I„. and in the sense current, I., to store and retrieve information from 
these kinds of memory cells, there will be typical waveforms of the kinds 
illustrated in Hgure 3 corresponding to storage of date based on thermal 
pulses and Figure 4 corresponding to data retrieval. In Figure 3A. a full 
magnitude current pulse with respect to the initial zem magnitude is 
applied in the word line adjacent the memory cell in which data is to be 
stored during the first time period shown. Either a positive current 
represented by the solid line or. altematlvely. a negative current 
represented by the short dashed line in Figure 3A can be used 
depending on the direcHon of magnetization desired to be stored in the 
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ferromagnetic material associated with the magnetically harder side of 
the nonmagnetic intermediate layer. 

Aslmilarfull magnitude current pulse during that first time 
period Is applied through the cell a$ a sense current as shown in Figure 
5 3B. Together, the heat generated by these current pulses forces the 
temperature of the cell up from its ambient value to past either the 
ferromagnetic material Curie temperature, or the antiferromagnetic 
material blocking temperature, depending on the kind of cell, as 
represented by the long dashed line in Figure 3C. In this situation, the 
10 ferromagnetic material associated with the magnetically harder side of 
the nonmagnetic intermediate layer can relatively easily have the 
direction of magnetization therein set in the desired direchonto hereby 
store a bit of data therein as described above. 

This storage Is accomplished by letting the cell cool below 
15 the pertinent one of the Curie or blocking temperatures (represented by 
the long dashed line in Figure 3C) while maintaining a magnetf^ation 
direction setting magnetic field. To do so, the worcJ line cun^ent in the 
second time period shown in Figure 3A Is reduced in magnitude by one 
half wTth the remaining half magnitude cun-ent serving to provide the 
direction selectton magnetic field for the ferromagnetic material 
associated with the magnetically harder side of the nonmagnetic 
intenmediate layer during this cooling. The magnetization direction 
selected depends on which direction through the adjacent wonj line the 
word line current follows in being either the solid line current or the short 
25 dashed line current of Rgure 3A. 

The sense current In the second time period shown In 
Figure 3B is reduced to zero to speed cooling. As can be seen in Rgure 
3C, the temperature of the cell decreases below the dashed line 
temperature quickly. Following the second time period shown in Figure 
3A, the word line current is reduced to zero and the cell temperature 
shown in Figure 3C falls back to its ambient value thereby completing 
the storage operation. 



20 
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Retrieving information from the same celt as to the 
direction of magnetization of the ferromagnetic material associated with 
the magnetically harder side of the nonmagnetic intermediate layer is 
shown in Figure 4 to be completed in the one time period shown- A half 
5 of the full magnitude current pulse is provided in this time period in both 
the adjacent word line, as shown in Figure 4A, and through the ceil as 
shown in Figure 4B. Retrieval circuitry not shown senses any cell 
resistance value change to make the determination as to the direction 
of magnetization of the ferromagnetic material associated with the 
10 magnetically harder side of the nonmagnetic intermediate layer to 
thereby retrieve the data represented by this direction. As shown in 
Figure 4C, the cell temperature does not rise significantly since in these 
circumstances only a quarter of the power is dissipated compared to the 
power dissipated in the first time period involved with the storing of data 
15 shown in Figure 3A, 

Figure 5A shows the major resistance versus applied field 
characteristics for a "pinned" layer spin dependent tunneling memory 
cell having the maintained magnetization direction oriented in one 
direction along the length of that cell. A minor image characteristic, i.e- 
20 essentially the same characteristic as shown in Figure SA rotated about 
the resistance axis, results for maintained magnetization direction 
oriented in the opposite direction along the length of that cell. During 
storage of data therein, however, these characteristics are transfomied 
as the blocking temperature for the "pinning" layer is reached by either 
25 essentially collapsing if the blocking temperature exceeds the Curie 
temperature of the adjacent fenomagnetic layer or reverting to the major 
resistance versus applied field characteristics of Just the ferromagnetic 
layers if it does not. 

During retrieval of data from this memory cell, field 
30 magnitudes only relatively near zero are applied to these characteristics 
so that the operating point moves ft-om one to the other of the two 
resistance lobes shown in Figure 5A. This behavior effectively results in 
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a minor loop characteristic for retrieval purposes as Js shown in Rgure 
5B. 

Resistance versus applied field characteristics is shown in 
Figure 6 for memory cells not using a "pinned" layer to maintain the 
5 direction of magnetization in the magnetically hairier layer therein but 
instead using only the coercivfty differences between the two 
ferromagnetic layers therein, here provided by only the thickness 
difference between those layers. One characteristic is shown for each 
direction of magnetization rn the magnetically harder layer. These 

10 memory cells rely on the **giant magnetoreslstive" effect in operation. 
Such characteristics essentially collapse when the Curie temperature of 
these two layers are approached during data storage, but fields applied 
relatively near zero for data retrieval purposes, extending in magnitude 
out to reach the resistance lobes "plateaus", cause the ceil resistance 

15 to essentialfy follow these characteristics. 

Although the present invention has been described with 
reference to preferred embodiments, workers skilled in the art will 
recognize that changes may be made fn fomi and detail without 
departing from the spirit and scope of the invention. 

20 
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CLAIM(S): 

1- A ferromagnetic thin-film based digital memory, said 

memory comprising: 

a plurality of bit structures, each supported on a substrate 
5 and separated from one another by spacer 

material therebetween, that are electrically 
interconnected with information retrieval circuitry, 
said bit structures each comprising a coupled 
moment material film In which magnetic moments 
of adjacent atoms, tons or molecules are coupled 
to one another to maintain some allgnmentthereof 
below a critical temperature above which such 
alignment is not maintained, said bit stmctures 
each having a first interconnection structure 
providing electrical contact thereto positioned 
against at least one side thereof; and 
a plurality of word line structures each having a pair of 
word line end terminal regions adapted to conduct 
electrical cun-ent in at least one direction 
^ therethnDugh. each of said pairs of word l/ne end 

terminal regions having an electrical conductor 
elecbically connected therebetween which is 
located across said spacer material from said 
coupled moment material film In a corresponding 
25 one of said bit stiuctures and exhibiting sufficient 

electrical resistance there io cause substantial 
heating of a selected said corresponding bit 
structure to raise its temperature Id approach said 
critical temperature while being substantially above 
those of adjacent said bit structures because of 
suffident extents and smallness of thermal 
conductivities of Its corresponding first 
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interconnection structure and those portions of said 
substrate and said spacer material thereabout. 

2. The device of claim 1 wherein a current is afso established 
through said selected bit structure during said heating thereof to cause 

5 said approaching thereof to said critical temperature, 

3. The device of claim 1 wherein said coupled moment 
material film is a memory film of an anisotropic ferromagnetic material. 

4. The device of claim 1 wherein said coupled moment 
material film is a magnetization direction maintaining film of an 

10 antiferromagnetic material, and said bit structures further comprise a 
memory film of an anisotropic ferromagnetic material positioned 
adjacent to said coupled moment material film. 

5. The device of claim 1 wherein said coupled moment 
material film Is a magnetization direction maintaining composite film 

15 including an antiferromagnetic material, and said bit structures furifier 
comprise a memory film of an anisotropic ferromagnetic material 
positioned adjacent to said coupled moment material film, 

6. The device of claim 1 wherein said first interconnection 
structure extends to an adjacent one of said plurality of bit structures to 

20 make elecbical contact thereto. 

7. The device of claim 1 wherein said substrate comprises an 
electrical insulating layerover a monolithic integrated circuit, and further 
comprises a via interconnection structures each providing electrical 
contact to a comesponding one of said plurality of bit structures where 

25 positioned againstatleastoneotherside thereof through said insulating 
layer to a corresponding circuit potion in said monolithic integrated 
circuit 

8- The device of claim 3 wherein said plurality of bit 

stnjctures each further comprises an electrically insulative Intermediate 
30 layer having two major surfaces on opposite sides thereof with said 
memory film on each of sard intermediate layer major surfaces of 
thicknesses drffering from one another outwardly from those surfaces 
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by at least 5% to thereby primarily pro>^de switching thresholds below 
said critical temperature for magnetizations of said film adjacent each 
of said intermediate layer major surfaces that differ in value for a 
switching of these magnetizations from both being directed initially at 
5 least in part In substantially a common direction to being directed at 
least in part In substantially opposite directions versus a switching from 
being directed Initially at least in part in substantially opposite directions 
to both being directed at least In part In substantially a common 
direction, ' 
10 9. The device of claim 4 wherein said plurality of bit 

stnjctures each further comprises an electrically insulative intermediate 
layer having two major surfaces on opposite sides thereof with said 
memory film on each of said intermediate layer major surfaces. 

10. The device of claim 5 wherein said plurality of bit 
15 structures each further comprises an electrically insulative intermediate 

layer having two major surfaces on opposite sides thereof with said 
memory film on each of said intermediate layer major surfaces. 

1 1 . The apparatus of claim 8 wherein a said bit structure has 
a length along a selected direction and a width substantially 

20 perpendicular thereto that is smaller In extent than said length and has 
a shaped end portion extending over a portion of said length in whic*i 
said width gradually reduces to zero at an end thereof. 

12. The apparatus of claim 8 wherein said memory film at 
each of said major surfaces of said Intermediate layer of at least one of 

25 said bit structures is arranged such that there are two separate films 
with one of said separate films on each of said major surfaces. 

1 3. The apparatus of claim 8 wherein said plurality of word line 
structures each has corresponding positional relationships with plural 
ones of said plurality of bit structures. 

30 14. The apparatus of claim 9 wherein a said bit structure has 

a length along a selected direction and a width substantially 
perpendicular thereto that is smaller in extent than said length and has 
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a shaped end portion extending over a portion of said Fength in which 
said width gradually reduces to zero at an end thereof. 

15. The apparatus of claim 9 wherein said memory film at 
each of said major surfaces of said intermediate layer of at lea^ one of 

5 said bit structures is arranged such that there are two separate films 
with one of said separate films on each of said major surfaces. 

1 6. The apparatus of claim 9 wherein said plurality of word line 
structures each has corresponding positional relationships with plural 
ones of sard plurality of bit structures. 

1^ 17. The apparatus of claim 1 0 wherein a said bit stmcture has 

a length along a selected direction and a width substantially 
perpendicularthereto that is smaller in extent than said length and has 
a shaped end portion extending over a portion of said length in which 
said width gradually reduces to zero at an end thereof. 

The apparatus of claim 10 wherein said memory film at 
each of said major surfaces of said intermediate layer of at least one of 
said bit structures is ananged such that there are two separate films 
with one of said separate films on each of said major surfaces, 

1 9. The apparatus of daim 1 0 wherein said plurality of word 
20 line structures each has conresponding positional relationships with 

plural ones of sard plurality of bit structures. 

20. The apparatus of claim 12 wherein said memory film at 
each of said major surfaces is a composite film having a thinner stratum 
of higher magnetic saturation induction adjacent the intermediate 

25 material and a thicker stratum of lower magnetic saturation induction. 

21 . The apparatus of claim 1 5 wherein said memory film at 
each of said major surfaces is a composite film having a thinner stratum 
of higher magnetic saturation induction adjacent the intemiediate 
material and a thicker stratum of lower magnetic saturation induction. 

The apparatus of claim 18 wherein said memory film at 
each of said major surfaces is a composite film having a thinner stratum 
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of higher magnetic saturation induction adjacent the intermediate 
material and a thicker stratum of lower magnetic saturation induction. 
23. A method for storing information In a plurality of bit 

stmctures electrically Interconnected with Infomtatlon retrieval circuitry 
5 that are in a ferromagnetic thin-film based digital memofy each 
comprising a coupled moment material film in which magnetic moments 
of adjacent atoms, ions or molecules are coupled to one another to 
maintain some alignment thereof below a crifical temperature above 
which such alignment is not maintained, there also being a plurality of 
10 word line structures each having a pairof word line end terminal regions 
adapted to conduct electrical current in at least one direction 
therethrough, each of said pairs ofworel line endtenninal regions having 
an electrical conductor electrically connected therebetween located 
across from said coupled moment material film in a contesponding one 
15 of said bit structures, said method comprising: 

establishing coincidently electrical current in a selected 
direction through a said word line adjacent said 
selected con-esponding bitstajcture and eJectrical 
cumenl through said selected con^sponding bit 
^ structure sufficient to cause said coupled moment 

material film therein to heat sufficiently to approach 
said critical temperature thereof and 
reducing said electrical cuments magnitudes sufficientiy 
to allow said coupled moment material film to cool 
generating a magnetic field about said 
coupled moment material film during such cooling. 
24. The method of claim 23 wherein said electrical current 

through said selected corresponding bit stnicture is reduced to 
substantially zero magnitude during said cooling of said coupled 
30 moment material film. 
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